32         PREPARATION  AND  USES   OF  WHITE   ZINC   PAINTS
which owing to its final inevitable evaporation causes the
paint to blister, or by the contraction which it exercises on
the varnish causes it to crack, fissure, or become tacky, or
even pitchy, full of marblings or dark spots. Now, in the
case of real white, or almost white outdoor painting, on
woodwork, recourse might be had to the old method of
varnish (enamel) painting by mixing white zinc in powder
with white varnish for outdoor work, if any such varnish
can be found really fit for the work ; if not, and even in
simple doubt, it would be better to use squarely a varnish
enamel, guaranteed for outdoor work, by the trade which
prides itself in making several durable enough from this
point of view. But in this case, as in the other, it is
necessary to lay a foundation on the enduit with a flat
white coat, poor in oil, so as only to apply the varnished
paint or the enamel in the second place.